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6. SUCCESS SO PAR ACHIEVED IN THE INDUSTRY.
Prom  an artistic standpoint, the best success in the industry
has so far been achieved by means of the process of "casting in
sand."    In Havana, Cuba, this process has been extensively used.
Plates  XIII.  and  XIV.  are photographs  of  "The  Royal  Bank of
Canada" building, and the "Miramar" hotel building, both built by
Purdy & Henderson, of sand-molded blocks, except the flat portions
PLATE XV.    Concrete Blocks Cast in Sand at Havana.
of the wall near the second story windows in the Miramar, which, are "dry" tamped blocks of the "Palmer" type. For reasons noted above, these buildings were quite expensive. Plate XV. shows a group of "cast in sand" blocks from Havana, and Plate XVI. shows a residence under construction.
In Cuba the ordinary "dry" hand-tamped block construction of the "Palmer" type has been largely discarded after having a good trial, as the slanting rain of the rainy season put moisture through walls built of such blocks in a few hours, and the firms now put-